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ABSTRACT: 

PROBLEM TO BE SOLVED: To obtain a composition which can 
give films excellent in 

low- temperature heat sealability, rigidity, impact 
resistance, antiblocking 

properties, etc., by including an isotactic propylene 
random copolymer having 

specified properties and prepared by using a metallocene 
catalyst and a 

propylene random copolymer having specified properties. 

SOLUTION: This composition comprises 1-50 pts.wt. isotactic 
random copolymer 

comprising propylene, ethylene and/or a 4-20C 
α -olefin and having a 

comonomer unit content of 1-15 wt . % (as measured by 
<SP>13</SP>C-NMR) , an 
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intrinsic viscosity of 1.0-4.0 dl/g (in decalin at 
135°C) and a GPC Mw/Mn 

ratio of 3.5 or below and prepared by using a metallocene 
catalyst and 99-50 

pts.wt. random copolymer comprising propylene, ethylene 
and/or a 4-20C 

α -olefin and having a comonomer unit content of 1-10 
wt.%, an intrinsic 

viscosity of 1.0-2.0 dl/g and an Mw/Mn ratio of 3.5 or 
above . 
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